4)     Walls,   Window      (Addition)

Walls consist of 5  inch-6  inch peeled logs,

saddle-notched at the outside corners and set into the main cabin walls
in a notch. The corner extensions are about 6 inches at the bottoms of
the corners and up to 16 inches at the top. The logs are in good
condition due to the fact that they are less than 30 years old and
peeled. Wicking has not yet begun to deteriorate them even though the
roof does not cover any of the ends. Many of the logs have saw kerfs
running through them across the grain (as much as 80% of the way
through the logs). Mildew is forming on some of the top logs because
of the leakage through the roof.

The window is intact and the glass unbroken on the west wall. The trim
is placed outside and inside of the full rounded width of the logs.
The sash seems to have been placed on its side in the frame, since the
rails and stiles would otherwise match up to those on the window on the
east side of the main cabin.

5)   Floors and Foundations

The floor in the main cabin (and the porch and

addition) consists of 1 inch random width boards nailed to stringers
laid on grade- The floors in the main cabin and the addition are

springy and loose.  In the addition they are rotten and
they are missing altogether.  The stringers in most cases
be rotten and in the porch many of them are missing.
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1)  Roof

General condition of the roof is poor to bad .

The roof consists of two systems, the newer roof placed on top of the
original. The original system consists of split 4-7 inch logs (split
face down) laid across the ridgebeam, purl ins and plate logs. Sod
insulation (probably 6-10 inches deep) covered the logs and was held in

31ery similar to the Hudson Bay
